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4 (currently amended). Non tome The non-acidic anti- freezing and anti-corrosion wateF solution 

according to claim 1, fep useful at temperatures «p to -55*C, which is comprisod of wator 
solution of additiv e s plus glycerol^ wh e re wator solution of additiv e s compris e s 82.0% of 
dintillod wator. comprising 3.10% ef triethanolamine, 2.60% ef poly carboxylate, 3.20% ef 
benzotriazole, 0.60% of sodium tetraborate, 0.40% of sodium nitrate; 0.35% of sodium 
nitrite, 1.10% of sodium sulphide sulfite: 2.20% of potassium sulphide ^nlfat^; 0.65% of 
Sodium sodium chromate, 0.35% of Sodium sodium benzoate, 0.08% of Sodium hydroxid e , 
0.40% of Sodium sodium metaborate. and 0.45% of calcium cyanamide, 0.005% of silicato oil, 
and whor e said glycerol makes constituting 60% of final non toxic anti froozing and anti 

corrosion wator aid solution. ^1 of said pgrcgxntages b^ing by weight- 

5 (currently amended). Non to)Qc The non-acidic anti- freezing and anti-corrosion water solution 

according to claim 1, foF useful at temperatures «p to -65** C, which is comprised of water 
solution of additiv e s plus glyc e rol, wh e r e wat e r solution of additiv e s compris e s 78.00% of 
distillod waton comprising 3.60% of triethanolamine, 3.40% of polycarboxylate, 4.80% of 
benzotriazole, 0.80% of sodium tetraborate, 0.45% of sodium nitrate, 0.45% b( sodium 
nitrite, 1.40% of sodium sulphid e sulfite. 2.90% of potassium sulphid e sulfate. 1.00% of 
Sodium sodium chromate 0.45% of Sodium sodium benzoate, 0,10% of Sodium hydroxide, 
0.80% of Sodium sodium metaborate, and 0.90% of calcium cyanamide, 0.005% of silicato oilj 
and whoro said glycerol makes constituting 88% of final non toxic anti froozing and anti 
corrosion water aid solution, all of said percentages being by weight. 

6 (canceled). 

7 (currently amended). Rogonorator for wasted antifroozo, which comprises 82.95% of glycerol 

10 , 00% of difitiUod wator. The non-addic anti-freezing and anti-corrosion solution of claim 16 
comprising 1.00% of polimark polycarboxylate, 1.00% ^benzotriazole, 0.80% of triethanol- 
amine, 0.20% of sodium metasilicate, 0.30% of potassium dichromate, 0.30% of sodixun 
tetraborat e [borax], 0.35% of sodium nitrate, 0.20% of sodium nitrite, 0.30% of sodium 
Gulphido sulfita 0.25% of potassium sulphido sulfate. 0.20% of sodium tripolyphosphate, 
0.20% of sodium chromate, 0.30% of sodium benzoate, 0.03% of sodium hydrojudo, 0.30% of 
benzosulphamido benzolsuifamide. and 0.45% of calcium cyanamide^ and 0.005% of silicat e 
(silicato oil] said glycerol constituting about 83% of said solution, all of said percentag es 
being by weight. 



PAGE 1/5 * RCVD AT 10/27/2008 5:08:42 PM [Eastern Daylight Time] * 8VR:U8PTO-EFXRF-5/32 * DNI8:27383D0 « CSID: 1-866-31 1-9964 « DURATION (mm-SS):01-24 



-^1 

10/27/08 05:09PM EDT Zollinger Si Burleson Ltd. -> main USPTO 
00 Pg 2/20 



15712738c 



Response to 17 July 2008 action 

Page 14 of 17 



AppL no. 10/579,109 

Atty. ref. VMOOlcOnUSb 



8 (currently amended). Rogonorotor for vvaGtcdantifroozo, which comprises 75.65% of glycorol 

10.00% of difitillod wator. The non-addle anti- freezing and anti-corrosion solution of claim 16 
comprising 1.30% of polimark polycarboxylate 2.20% ef benzotriazole, 1.10% of triethanol- 
amine, 0.40% «^ sodium metasilicate^ 0.70% ^ potassium dichromate, 0.45% ef sodium 
tetraborat e (borax), 0.40% ef sodium nitrate, 0.45% ef sodium nitrite, 0.90% ef sodium 
sulphide ailfit& 0.40% ef potassium sulphide jailfat£. 0.60% of sodium tripolpyhosphate, 
0.45% of sodium chromate, 0.85% of sodium benzoate, 0.05% of sodium hydroxid e , 0.45% of 
bonzoGulphamido benzolsulfamide. and 1.10% of calcium cyanamide^ and 0.005% of silicato 
[silicate oill said glycerol constituting about 76% of said solution, all of said percentages 
being by weight. 

9 (currently amended), Rogoncrator for wastodantifrcozo, which comprises 63.55% of glycorol 

10.00% of distill e d water. The non-acidic anti-freezing and anti- corrosion solution of claim 16 
comprising 1.60% of polimark polycarboxylate, 4.20% of benzotriazole 1.60% ^triethanol- 
amine, 0.90% of sodium metasilicate, 1.10% of potassium dichromate, 0.90% of sodium 
tetraborat e (borax), 0.70% of sodium nitrate, 0.60% of sodium nitrite, 2.20% of sodium 
sulphide sulfite. 1.20% of potassium sulphide sulfate. 0.75% of sodium tripolyphosphate, 
1.20% of sodium chromate, 1.20% of sodium benzoate, 0.08% of sodium hydroxid e , 1.00% of 
bonzosulphamid e benzolsulfamide. and 1.20% of calcium cyanamide^ and 0.005% of silicat e 

(silicate oil) m^X g l vgerg l gQASt i ttit i ng abgm 64% Qf sa i d splut i pn. a ll Qf sa i d percentages 

being by weig ht. 

10 (new). The non-acidic anti freezing and anti- corrosion solution of claim 1 further comprising 

an aiicali metal hydroxide. 

1 1 (new). The non-acidic anti-freezing and anti-corrosion solution of claim 2 further comprising 

0.03% by weight sodium hydroxide. 

12 (new). The non-acidic anti-freezing and anti-corrosion solution of claim 3 further comprising 

0.05% by weight sodium hydroxide. 

13 (new). The non-acidic anti-freezing and anti-corrosion solution of claim 4 further comprising 

0.08% by weight sodium hydroxide. 

14 (new). The non-acidic anti-freezing and anti-corrosion solution of claim 5 further comprising 

0.1% by weight sodium hydroxide. 
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15 (new). The non-acidic anti- freezing and anti- corrosion solution of claim 1 further comprising 

a silicate oil. 

16 (new). The non-acidic anti-freezing and anti-corrosion solution of claim 1 further comprising 

the following additional corrosion inhibiting additives: sodium metasihcate, benzosulfamide, 
a dichromate, and a tripolyphosphate. 

17 (new). The non-acidic anti-freezing and anti- corrosion solution of claim 16 further 

comprising a silicate oil. 

18 (new). The non-acidic anti-freezing and anti-corrosion solution of claim 16 further 

comprising an alkali metal hydroxide. 

19 (new). The non-acidic anti-freezing and anti-corrosion solution of claim 7 further comprising 

0,03% by weight sodium hydroxide. 

20 (new). The non-acidic anti-freezing and anti-corrosion solution of claim 8 further comprising 

0.05% by weight sodium hydroxide. 

21 (new). The non-acidic anti-freezing and anti-corrosion solution of claim 9 further comprising 

0.08% by weight sodium hydroxide. 
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